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PROCESSES

Pickling
p. 22

Transferring
the

Design
to the
Metal
p. 33

Doming
p. 121

Drilling
p. 35

Piercing
p. 35

Cutting
and

Doming
p. 121

Truing

Cutting
Lengths
of Wire

Bending

the

Wire

Clean in pickle.

Transfer the design on the metal; use the wax
method.

Dome the disk to form the foundation.

Drill a small hole in the center.

ORNAMENT
Pierce the twelve triangles in the foundation.

Fine silver sheet 24-gauge.

Cut and dome a disk for the center of the

foundation.

File the base to straighten.
Rub on emery cloth to smooth.

Sterling silver wire 16-gauge.

Cut six lengths of wire 1 inch long.

Bend each length in the center with the round
nose pliers.

Hammer the ends to flatten with a steel hammer
on a steel stake.

Annealing

Anneal the wire,